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(57) Abstract: A method and apparatus for forming a patterned layer having a surface profile that provides relief structures within 
}2, an electronic device. The method comprises the steps of taking a carrier film (50) having an inverse of the lequiied surface profile 

formed on one side thereof, taking a layer of fixable material (54) located on a substrate (52), laounating the canier film (50) and 
O substrate (52) such the earner film causes the required surface profile to be foimed in the layer of fixable material with a predeter- 

mined offset, and tfien fixing the fixable material. Lamination may be performed using rollers (56, 58) or a vacuum process. The 
^ process is designed to ensure that the offset can be kept as low as possible, preferably to within 150 nm. 
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Fmbossin p Method and apparatus. 

This invention relates to a method of embossing a surface proiaie in a layer of fixable 
material such as a photopolymer. More particularly, die invention relates to an 
5 embossing method for fabricating surface profiles for use in electronic or electro- 
optic structures such as liquid crystal devices, micro-electro-mechanical, micro- 
fluidic or organic semiconductor devices such as organic light emitting diodes 
(OUED). 

10 Liquid crystal devices (LCDs) typically comprise a thin layer of liquid crystal 
material contained between a pair of cell walls. A treatment is usually applied to the 
internal surfaces of the cell walls to induce the required Uquid crystal surface 
alignnient. The bulk of the liquid crystal then adopts a configuration that depends on 
the surface alignment properties of the cell walls and on various other factors, such 

15 as the type of liquid crystal material and the thickness of the liquid crystal layer. 
Electrodes are also located on one or both cell waUs to ©uable the application of an 
electric field to the liquid crystal layer. 

One particular type of known liquid crystal device is the Zenithal Bistable Device 
20 (ZBD) described in patent EP0856164 / US 06249332. In this device a periodic, . 
surface relief grating profile is formed on the internal surface of one bounding cell 
wall. The grating profile is designed to permit the liquid crystal in the device to be 
electrically switched between any one of two stable, and optically distinguishable, 
configurations. It is also known that multi-stability can be obtained by provision of a 
25 suitable grating profile; e.g. see WO 02/08825. 

Aperiodic grating structures have also been shown to provide zenithal bistabtlity; for 
example see WO 01/40853. Azimutiial bistable devices (ABD) fabricated using 
grating structures are also known (see EP0744041), as are various surface structures 
30 that can be used to provide vertically aligned nematic devices (e.g. see Koike et al, 
1997, IDW, pl59-l62). Bigrating devices have also been described previously (e.g. 
EP0744042) as have bistable twisted nematic devices. Bistable cholesteric and 
ferroelectric liquid crystal devices (including such devices haviug polymer walls as 
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described in GB23 15900) are also known. In addition, there are numerous 
monostable LCDs for which surface relief structures can be used for alignment. For 
example optically controUed birefringence (OCB or "Pi cells"), verticaUy aligned 
nematic (VAN), hytirid aHgned nematic (HAN), twisted nematic (TN) and super 
5 twisted nematic (STN). 

In certain prior art devices, the periodic grating proffle required for liquid crystal 
aUgnment is etched in a layer of material. For example, a layer of photo-resist 
material on a glass substrate can be exposed to a pattem of light of a periodically 
10 varying intensity. The photo-resist is then developed to provide a periodic grating 
profile. However, such techniques are not suited to low cost mass production of 
liquid crystal devices, being limited by cost and throughput. 

it is also known to use embossing techniques to stamp a surface profile into a layer 
15 of plastic. For example, standard hot foil embossing or stamping techniques have 
been used to produce grating profile structures in plastic that are suitable for use as 
liquid crystal alignment layers (e.g. Lee et al, Jpn. J. Appl. Phys. Vol. 32 (1993) pp. 
L1436-L1438). Various alternative embossing techniques are also known and have 
been used to fomi optical storage media (e.g. US4790893) and diffraction-refiraction 
20 high gloss papers (e.g. US6358442). However, the prior art embossing techniques 
have the disadvantage of not being able to provide surface relief stmctures with both 
the required uniformity and required range of relief structure shape, in particular the 
Tn^nimnm thickuess of tiife embossed stracture. For example, in liquid crystal devices 
embossing by prior art techniques would not provide grating profiles with the level 
25 of unif omiity that is required to attain uniform liquid crystal alignment and switching 
properties over large areas, or the voltage required to switch the device is 
unnecessarily high. 

Organic LEDs, often comprising a poly-p-phenylene vinylene light emitting layer, 
30 are typically manufactured by uik-jet printing techniques. However, the resolution of 
this method is presently limited to about 5 dots per miUimetre (i.e. 200}am features). 
Hiis severely limits the resolution of the devices that can be manufactured. For 
example, a logic circuit may need the semiconductor material to form 10pm features 
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or smaUer. Methods that have been used in an attempt to overcome this limitation 
include using photo-lithographicaUy defined surface rehef stmctures to contain the 
ink drops and the patterning of low energy surfactants to f omi high resolution areas 
of wetting / de-wettmg, to control the size and shape of the ink-drop on the surface. 
However, both of these methods are expensive to use for large area devices, and can 
limit the throughput during the manufacturing process. 

Another type of electronic device is micro-electro-mechanical devices (MEMs). 
These are often constructed by standard photo-lithography techniques but this is 
unsuitable for large area display devices. An example of such a device is the 
modulator array described in US 5835255, wherein the spacing between the walls of 
an electro-optic cavity are modified electricaUy to iaduce a change in reflectivity. 
The cavity is spaced using support posts that are photo-lithographically defined onto 
the substrate. This adds substantial cost to the device, and can ultimately hmit the 
area over which it can be manufactured. 

It is an object of the present invention to mitigate at least some of the above 
mentioned disadvantages. 

According to a first aspect of the invention, a method of embossing a layer of fixable 
material with a surface profile comprises the steps of; 

a) taking a carrier film having an inverse of the required surface profile formed on 
one side thereof, 

b) takmg a layer of fixable material located on a substrate that comprises an 
electrode, 

c) laminating the carrier film and substrate such the carrier film causes the required 
surface profile to be formed in the layer of fixable material, and 



d) fixing the fixable material. 
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* wherein the method is performed such that the offset of the surface profile divided by 
the relative pemiittivity of the fixable material is less than lOOOmn. 

More preferably, the offset of the siarface profile divided by the relative pemiittivity 
5 of the fixable material is less than lOOnm, less flian 50nm or less than lOnm. 

Herein, the relative pemiittivity of the fixable material is the value measured within 
the range of firequencies that are to be applied to the electrode or electrodes of the 
substrate. This v/ill usually be restricted to firequencies less than lOGHz. It may also 
10 be advantageous for the resistivity of the fixable material after fixing to be greater 
than 1 X 10^ QJcm. 

Herein the term *'offset" means the underiying thickness of .the layer of fixable 
niaterial on the substrate electrode. For example, a patterned stmctuxe could be 

15 considered to consist of a patterned layer on top of an xmderlying non-pattemed layer 
of constant thickness; in such a case the thickness of the underlying non-pattemed 
layer of constant thickness is the offset. In the case of a grating, the offset would be 
the thickness of the fixable material between the grating trough and flie substrate. In 
the case of tme zero offset, the bottom of a grating trough would have zero thickness 

20 of material (i.e. the substrate would not be coated with fixable material in the region 
of the grating trough). Describing this mathematically, the surface relief profile could 
be considered as a Fourier series of spatial frequencies where the offset is the DC 
component. 

25 Prior art methods only provide layers of fixable material having a predetermined 
surface shape. The prior art methods do not provide control over the absolute height 
profile of the layer of the fixable material with respect to the local substrate (i.e. there 
is no control over the offset). As tiie prior art embossing methods have no control 
over the offset ( i.e. it varies ia an uncontrolled manner) it has to date been necessary 

30 to ensure the thickness of fixable material is above a certain minimum to ensure the 
required surface pattem is reproduced without truncation or similar such error. This 
means the prior art techniques can not produce a uniform offset level (e.g. the height 
of material at the trough of a grating profile) that approaches zero over the substrate. 
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The present invention thus has the advantage of providing fixable material layers 
with surface profiles having a predetermined and controUably low offset. For a 
typical material with a relative permittivity of 4, the offset (e.g. the thickness of 
material at a grating trou^) is less than 0.4)xm. This low, and uniform, offset 
provides advantages over prior art embossing techniques. In particular, the reduced 
offset decreases the amount of material that remains on the substrate after it has been 
fixed. Hence, the voltage drop across the layer of fixable material is reduced 
accordingly. 

The reduced voltage drop across the embossed layer has advantages for many 
electro-optic and electrical devices; for example it allows LCDs to be produced with 
uniform switching/latching properties. Greater switching uniformity is especially 
advantageous in multiplexed LCDs, The ability to produce layers having an offset 
near zero (e.g. the thickness of material at grating troughs being near zero) minimises 
the average thickness of liie layer of fixable material and hence reduces the voltages 
required to switch the pixels in a liquid crystal device. The power consumption of 
such displays is thereby reduced. 

It will be clear to those skilled in the art that the substrate, and more importantiy, the 
electrode formed on top of the substrate, may not be flat. It is an aim of the present' 
invention to ensure that the desired stmcture is reproduced on said undulating 
electrode without significant change to the offset. Therefore, the method may also 
advantageously comprise the step of ensuring that there is contact between the carrier 
film and Ifae electrode carried on the substrate. In this way, the required low (near 
zero) offset can be provided. 

A means that is suitable for determining that contact is made between the carrier film 
and the substrate may include a transducer or similar such system that determines the 
pressure applied to the carrier film and substrate during the lamination step. A 
transducer may also be used that determines the relative speed of the carrier film and 
substrate to the point or area in the lamination step that pressure is applied. 
Furthermore method of optical inspection, such as measurement of interference 
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fringes, could be employed. Preferable any such measurement method uses a 
feedback mechanism to ensure that the correct offset is maintained Alternatively, 
any such measurements may be compared to previous calibration data acquired from 
the system. 

Contact is delBned in this context as proximity to within 2|Lim of the highest 
amplitude features on the inverse structure provided on the carrier film and the 
substrate. Preferably, this proximity is within 50nm. This contact is limited by the 
hydrodynamic flow associated with the liquid JBxable material. This in tum is related 
to the elastic modulus of the carrier film and the viscosity of the fixable material. It is 
preferable that the material properties of the carrier film and fixable material and the 
speed and pressure of embossing are each chosen to give the desired contact. Thus, 
contact is taken to be close to or at the so-called the dry contact limit 

It should be noted that the method may include further steps after fixing the fixable 
material to give the required surface relief stmcture. For example, the embossed 
structure may undergo a UV-ozone treatment for a set duration. This may cause a 
reduction of the offset. In this instance, the surface relief structure used on tihe carrier 
film may differ to some extent to the inverse of the surface relief structure required 
on the substrate. For example, the ampUtude and mark to space ratio of a grating 
structure may change somewhat during this extra treatment step. As described below, 
the surface profile formed on one side of the carrier film is such that, when the 
carrier film is laminated with a fixable material coated substrate, the required pattem 
is formed in the fixable material. The required pattem may be a pattem which, after a 
post processing step, provides a suitable surface relief structure. 

The present invention can also provide a low cost method for producing micxro-=- 
pattemed electronics if combined with ink-jet printing techniques. Take the example 
of a organic light emitting diode, such as the polymer LED described with reference 
to figure 14. Critical to obtaining efficient injection of holes at the ITO / semi- 
conducting polymer interface (and hence efficient light production) is good electrical 
contact. Ink-jet droplets of the polymer produce 200i-im droplets on the surface of the 
substrate. For a colour device, the polymers used for red, green and blue must be 
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separated to ensure hi^ efficiency and good colour saturation of the device. 
However, spacing the droplets by 200|xm places a severe liniitation on the resolution 
of colour OUED devices (to less than 50 dpi). 

5* This may.be solved by forming embossed walls around the centre of each droplet 
region that have the required size and spacing to contain the droplet into a particular 
area. The wall may be made from a material that limits optical losses from the 
O T FT) If a conventional embossing method is used to create walls to define the 
individual pixel then there will be residual polymer material coating the ITO 

10 electrode; i.e. the prior art techniques cannot provide a zero or near zero offset. This 
will subsequently prevent good contact between the ITO and semiconductor, and 
inhibit formation of the diode junction. The abihty to controllably produce zero or 
near zero offset structures m accordance with the present invention thus permits 
embossing to be used in the production of numerous electro-optic and electronic 

15 devices. 

In such devices, it may be a very stringent requirement to ensure that there is direct 
contact between the electrode material and the deposited organic layer. This places a 
stringent requirement to achieve a zero offset condition. In such instances, it is often 
20 important to include an etching step following the fixing of the fixable material. For ' 
example, the surface may be prepared using a UV / ozone treatment to ensure good 
contact is made between the electrode and the organic semiconductor. 

The carrier film having an iuverse of the required surface profile means that the 
25 surface profile formed on one side of the carrier film is such that, when the carrier 
film is laminated with a fixable material coated substrate, the required pattern is 
formed in the fixable material. It should be noted that the pressure applied during the 
lamination step may be controlled to prevent any deformation of the surface profile 
of the carrier film, or the pressure may be sufficient to cause a predetermined 
30 distortion of the surface profile which results in the required surface profile being 
formed in the fixable material. 
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The lamination step for a particular fixable material and carrier film combination wiE 
thus provide the required surface profile with the necessary offset when the pressure 
applied is withia a given range, or the product of the viscosity and throughput speed 
is within a given range. These ranges are interdependent, such that the optimum 

5 range of pressures is a function of the viscosity-speed product and vice-versa. The 
lower limit of the pressure range will be close to the contact condition described 
above, whereas the upper limit will be the highest pressure which causes an 
acceptable deformation of the sxicface profile that is embossed iuto the fixable 
material. In other words, the pressure will be selected to fall within a range that 

10 provides an acceptable distortion of the surface profile that is formed in the fixable 
material. For a pressure that is too low, or viscosity-.speed product that is too great, 
the offset will be undesirably high, and/or may vary to too great an extent. If the 
pressure is too high, or the viscosity-.speed product too low, the . distortion of the 
profile of the carrier film may prevent the correct shape being reproduced. 

15 . 

For applications such as the alignment layers of liquid crystal devices, it is important 
that the embossed surface relief structqre has both a particular profile and a low, 
reproducible offset. Prior art methods for embossing relief stractures may lead to the 
reqiiired fabricating shape, but do not give sufficiently low offset, or lead to 
20 variations of the offset across the panel. Herein it is described how there is a regime 
of pressure, speed, viscosity and Young's modulus that gives an upper limit for 
maintaining the required profile, and a lower limit for ensuring the offset is minimal 
thereby satisfying both requirements. 

25 The above mentioned embossing regime of pressure, speed, viscosity and Young's 
modulus could be used with prior art techniques to implement direct embossing 
using a Nickel shim. However, it has been found that in addition to the offset 
imiformity problenas described above, operation within the above regime using prior 
art direct embossing techniques wiQ lead to damage of the nickel shim due to 

30 contaminants on the substrate. This is because the forces at small contaminants are 
higher than the elastic limit for the Nickel and lead to plastic deformation of the 
shim. This is then reproduced in subsequent uses of that shim, leading to poor 
uniformity of the resulting structure. The use of a carrier film in accordance with the 
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present invention aUeviates this problem by allowing the shim to be used to emboss 
the carrier fLhn; as described above, the offset of the carrier film when using the 
technique of the present invention is uniiiq)ortant. The carrier film produced firom the 
shim is then used at pressure, viscosities and speeds required to give the desired 
5 offset and can be discarded after significant damage. 

The carrier film can be wider or narrower than the substrate, and the substiate may 
be completely or partially coated with the layer of fixable material. Continuous rolls 
of carrier film may be used. The carrier film is sufficientiy flexible to be able to 
10 conform to any non-uniformities in the roller and/or the substrate to ensure a constant 
offset across the embossed fixable material layer witiiin a small distance from tiie 
non-uniformity (eg SOpm). Only specific portions of tiie fixable material may be 
cured by the use of a shadow mask; i.e. portions may remain uncured and possibly be 
removed by a subsequent cleaning step. 

15 

As described above, various surface profiles are known that provide surface 
alignment to liquid crystal materials. These surface profiles may provide tiie required 
alignment effect alone, or may be treated with a certain aligmnent layer (e.g. a 
homeotiopic treatment) prior to use in a liquid crystal device. A person skilled in the 
20 art would recognise the type of surface profUe and any extra layers that are necessary 
to produce the required surface aligmnent effect. For example, EP0856164 and WO 
01/40853 describe surface profiles required to produce zenithal bistable liquid crystal 
devices andEP0744041 desaribes an azimutiial bistable device. 

25 The fixable material may be any material that undergoes a peamanent increase in 
viscosity in reaction to heat, radiation and/or mixing two or more components. For 
example, the fixable material may be a resin or lacquer. The step of fixing the fixable 
material involves permanentiy increasing tiie viscosity of the fixable material by 
exposing it to heat and/or radiation and/or by mixing two or more components as 

30 appropriate. 
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Preferably, the resistivity of the fixable material after fixing is greater than 1 x 10 
£Vcm, more preferably 1 x 10^ ti/cm, and more preferably greater than 1 x 10^^ 
n/cm. 

5 Advantageously, the method further comprises the st^, after the step of fixing the 
fixable material is performed, of removing the carrier film from the layer of fixable 
material. 

The carrier fjlm may be disposed of after use. Alternatively, sheets or lengths or 
10 carrier film could be used, possibly cleaned, and then re-used. An advantage of the 
present invention over prior art methods that use nickel shims or patterned rollers to 
emboss layers of fixable material is that the requirement for cleaning during the 
manufacturing process is reduced, if not removed. 

15 As the surface used to emboss the unfixed layer of fixable material is not used 
repeatedly (unUke a patterned roller technique) the carrier film will always have a 
clean surface guaranteeing optimum release with minimal degradation in pattern 
transfer. The reduction of contaminants is especially advantageous in the fabrication 
of LCD alignment surfaces as such contaminants may adversely affect the uniformity 

20 of liquid crystal alignment and switching. 

Conveniently, the fixable material weakly adheres to the side of the carrier film 
carrying the inverse of the required surface prolBle to facilitate removal of the carrier 
film from the fixed layer of fixable material. 

25 . 

Advantageously, at least one additional layer is interposed between the layer of 
fixable rnaterial and the carrier film prior to lamination. The additional layer may be 
located on the carrier film or the fixable material as appropriate. This layer may be a 
low energy material (e.g. a material providing a surface energy less than 50mN/m or 
30 more preferably less than 25mN/m) to aid release of the carrier film from the fixable 
material during delamination. 
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One or more of the at least one additional layers may be a metal (e.g Nickel, 
Alnminium or Chrome), a fluorinated polymea: (e.g. plasma polymerised PTFE) or a 
silicone material. Also, the embossed laya: may be separated from the electrode by 
an inorganic layer. For example, a silicon dioxide or titanium dioxide precursor layer 
. 5 may be spin coated onto the electrode, and then baked to form a uniform layer onto 
which the embossed structure is fabricated. 

Conveniently, the substrate is formed from a britde material. The method is 
advantageous, compared with prior art techniques, when used with a brittle (i.e. 
10 easily breakable) substrate. Known methods of directly embossing resin layers using 
a nickel shim roUer could only be implemented using flexible substrates because the 
pressure required to emboss the pattern typically causes a brittle substrate to shatter. 

Advantageously, the substrate is formed from two or more layers. For example, a 
15 layer of ITO or reflective stractures (such as metal etc) on a layer of plastic or glass 
may form the substrate. The substrate may also comprise various active electrical 
elements such as thin film transistors, electronic drivers etc. 



20 



Conveniently, the substrate is formed from glass. 



PrefCTably, the frxable material is a resin that is curable using ultra-violet radiation. If 
the substrate is transparent to UV radiation, the UV may be directed on to the resin 
through the substrate. Alternatively, if the substrate is opaque to UV radiation, the 
UV radiation may be directed on to the resin through die carrier film. It would be 
25 immediately apparent to a person skilled in the art that either the carrier fihn and/or 
the substrate must transnoit the particular wavelength of radiation that is required to 
cure the resin. 



Conveniently, the fixable material should be substantially transparait to a range of 
30 wavelengths suitable for use in an electro-optic device. 

Advantageously, tbe viscosity of the fixable material is within the range of O.lcPs to 
10 Ps. More preferably, the viscosity is greater than 5cps or even more preferably 
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greater than SOcPs. Preferably, the viscosity is less than 200cPs. In the case of liquid 
crystal alignment layers, the refractive index of the fixable material may also be 
selected to match the refractive index of the liquid crystal material to reduce any 
unwanted diffraction effects. Alternatively, the refractive index of the fixable 
5 ■ material should be as different as possible vvhen used as tiie surrounding wall for an 
OLED to increase the external efficiency of the optical emission. 

Conveniently, the pressure applied during lamination is less than the pressure 
required to defonn the inverse surface profile formed on the carrier fihn. For 
lb example, the pressure applied during lamination may be less than 10 MPa and may 
• be greater than 0.10 Pa. The use of this amount of pressure ensures that a faithful, 
high fidelity, reproduction of the surface profile is formed in the layer of fixable 
material. 

15 The range of pressures required to achieve the correct relief shape and offset is 
related to the viscosity of the fixable material before fixing and the throughput speed 
of the substrate relative to the carrier fihn. For example, a viscosity of the fixable 
material before fixing of 70cPs and throughput speeds from O.lcm/min to 
lOOcm/min typically requires the range of pressures between lOOPa and SOKPa. The 

20 upper limit of the pressure is related to several factors, including the Young's 
modulus of elasticity for the inverse relief stmcture on the carrier film, the rigidity 
modulus for the said relief stmcture and ultimately the limit of fracture for the 
substrate material an^or the electrode structure. 

25 It is preferred that the throughput speed is greater than 4cm/min and more preferably 
greater than 10 cm/min. Such throughput speeds enable efficient, cost effective, 
operation of the technique in a production facility. 

Advantageously, during the lamination step, the carrier film is brought into contact 
30 with the substrate carrying the layer of fixable material and passed through a means 
of applying the pressure required for lamination. In other words, the substrate and the 
carrier film are moved relative to a means of applying pressure. The pressure 
between the carrier filin and the substrate should be kept constant to within a certain 
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tolerance. The equipment is advantageously provided with means of monitoring the 
pressure, and a feedback mechanism for controlling the applied pressure may also he 
advantageously provided. The relative speed of the carrier film and substrate to the 
roller may also be monitored, and a feedback mechanism for controlling the speed 
5 provided. Advantageously, both pressure and throughput speed wiU be monitored 
and controlled. 

Preferably, the means of applying the pressure required for lamination comprises at 
least one lamination roller. 

10 

Advantageously, the means of applying the pressure required for lamination 
comprises a first lanaination roller in contact with the carrier film and a second 
lamination roller in contact with the side of the substrate not carrying the layer of 
fixable material, the first and second lamination rollers being biased toward one 
15 another. Preferably the roller or rollers are incorporated into a system designed to 
give a constant pressure. This may be a pnemnatic system, although other systems 
are possible, such as piezo-electric system with feedback mechanism. 

Conveniently, the carrier film is removed from the fixed fixable layer using at least 
20 one separation roller. 

Preferably, the fixing step is performed by applying the appropriate treatment in a 
region between the at least one lamination roller and the at least one separation roller. 

25 In certain prior art methods, the resin (i.e. the fixable material) must be cured whilst 
it is in contact with the rollers and the size of the contact region and the UV lamp 
power determine the machine throughput. High power UV lamps are thus required, 
which are expensive and will transfer heat to the embossed stracture thereby 
inducing stress and defects. There are also difficulties associated with fitting 

30 physically large and heavy lamps around a roller. 

The method of the present invention allows the fixing step to be perf omied a distance 
from the lamination step. In the case of the fixable material being a UV curable resin 
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it is possible to use lower power, cheaper UV lamps without affecting throughput. 
Furthennbre, less heat is transferred to the resin reducing stress in the cured film 
thereby increasing the quality of the embossed layer of fixable material. 

5 Advantageously, at least one lamination roller is deformable. The entire roller imay 
be deformable, or the surface region of the roUer may be deformable. For example, 
the roller may comprise a rubber type supported by a central metal core. At least one 
lamination roUer comprises rubber, preferably with a Shore hardness in the range of 
50 to 90. 

10 

Preferably, the radius of the at least one lamination roller is greater than 1 cm and/or 
less than Im. 

Conveniently, tiie substrate carrying the layer of fixable material is passed through 
15 the means of applying the pressure required for lamination at a linear speed greater 
than 0.1mm per second and/or less than 100 cm per second More preferably, the 
linear speed greater than Imm per second and/or less than 10 cm per second. 

Conveniently, the lamination step is performed by biasing the carrier film toward the 
20 substrate using gas pressure. For example, a vacuum bag technique or various o-ring 
seal configurations could be used for lamination. Such techniques have the potential 
to provide high throu^put. 

Advantageously, the method comprises the additional step of forming the carrier film 
25 using a patterned roller or by embossing a thermoplastic film. 

The carrier film preferably comprises any one of PET, PC or PMMA. Alternatively, 
treated paper or polymer films may be used, 

30 The carrier ftlin is preferably formed by the steps of (a) taking a plastic film, (b) 
depositing a layer of fixable material thereon, (c) pattemiag the layer of fixable 
material using a patterned roller, and (d) fixing the fixable material. 
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Preferably, the step of patterning the layer of fixable material using a patterned roller 
comprises locating the patterned roller a fixed distance frona one or more support 
rollers, and passing the plastic film, with the layer of fixable material deposited 
thereon, through the rollers such that the total thickness of the carrier filTtn is invariant 
5 with variations in flie fluckaess of the plastic film. 

Conveniently, the surface profile formed in the fixable material is suitable to provide 
alignment of liquid crystal material in a liquid crystal device. 

10 Advantageously, the surface profile formed in the fixable material is suitable to 
provide zenithal bistable alignment of liquid crystal material in a liquid crystal 
device. 

Conveniently, the amplitude of the embossed surface profile is less than 50jim or less 
15 than 20jim or less than lOpm. Advantageously, the amplitude of the embossed 
surface profile is greater than O.ljim.. 

Preferably, the width of the features of the embossed surface profile is less than 
100pm and/or greater than 0.1 |Jm. 

20 

According to a second aspect of the invention, an apparatus is provided for 
implementing the lamination method according to the first aspect of the tavention. 

According to a third aspect of the invration a method of forming a layer having a 
25 surface profile that provides surface alignment to liquid crystal material comprises 
the steps of a) taking a carrier film having an inverse of the required surface profile 
formed on one side thereof, b) taking a layer of fixable material located on a 
substrate, c) laminating the carrier film and substrate such the carrier film causes the 
required surface profile to be formed in the layer of fixable material with a 
30 predetermined offset, and d) fixing the fixable material. 

Preferably, the tolerance of the offset should be ±20% or more preferably ±10%. 
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' According to a fourth aspect of the invention, apparatus for forming a layer having a 
surface profile that provides surface alignment to liquid crystal material comprises 
lamination means configured to receive a cacrier film having an inverse of the 
required surface profile formed on one side thereof and to engage said cacrier film 
with a layer of fixable material located on a substrate with sufficient pressure such 
that an impression of the required surface profile is formed in the layer of fixable 
material with a predetermined offset. 

Conveniently, the apparatus further comprises contact assessment means to ensure 
there is appropriate contact between the carrier film and the electrode carried on the 
substrate. In this way, the required low (near zero) offset can be ensured. 

The contact assessment means may include a transducer or similar such system that 
detenidnes the pressure used to engage the carrier film with the layer of fixable • 
material carried on the substrate. Furthermore, optical inspection apparatus, such as 
measurement of interference fringes, can be used to measure film thickness and/or 
uniformity, 

A further transducer may also be used that determines the relative speed of the 
carrier film and substrate to the point or area in the lamination step that pressure is 
applied. 

The data acquired by the contact assessment means and any additional measurement 
systems (e.g. carrier fjlm speed measurements, temperature probes etc.) may be fed 
to a microprocessor (e.g. a personal computer) to establish a feedback mechanism to 
ensure that the correct offset is maintained. Alternatively, a calibration process could 
be used periodically to ensure the apparatus embosses the layer of fixable material 
with the surface relief pattem that is required 

Advantageously, the lamination means comprises a pair of deformable rollers to 
engage the carrier film with the layer of fixable material located on the substrate. 
Convenienfly, at least one of the deformable rollers comprises rubber, which may 
have a shore hardness within the range of 50 to 90. 
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Preferably, the apparatus additionally comprises means for fixing the jSxable material 
and/or means for separating the carrier film from the fibced layer of fixable material, 

5 According to a fifth aspect of the invention, a liquid crystal alignment layer 
comprises a surface profile formed in a layer of fixable material and having a 
predetermined offset 

According to a sixth aspect of the invention an electronic device comprises an 
10 embossed structure fabricated onto a substrate material such as glass or plastic, using 
the method according to the first aspect of the invention. 

According to a seventh aspect of the invention an electro-optic device comprises an 
embossed structure fabricated using the method according to the first aspect of the 
15 inveiition. 

According to an eighth aspect of the invention an organic semiconductor device 
comprises an embossed stracture fabricated using the metiiod according to the first 
aspect of the invention. 

20 

According to a ninth aspect of the invention a method of producing a semiconductor 
device comprises the step of embossing a structure to constrain a subsequentiy 
deposited semiconductor material. 

25 Preferably, the method is used to produce an OLED or transistor. 
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The invention will now be described, by way of example only, with reference to the 
following drawings in which; 

5 Figure 1 illustrates a grating structure formed in a layer of resin using a prior art 
embossing technique. 

Figure 2 shows the steps in a method according to the present invention, 

. 10 Figure 3 illustrates a method for producing a carrier film. 

Figure 4 is a schematic representation of methods of lamination, cxiring and 
delamination using a substantially rigid substrate, 

15 Figure 5 is a representation of a method of lamination, curing and delamination using 
a flexible substrate, * 

Figure 6a shows apparatus of the present invention and figure 6b is a graph of the 
pressure apphed to a carrier film by such apparatus as a function of contact width, 

20 

Figure 7 shows a first vacuum based technique of lamination according to the present 
invention. 

Figure 8 shows a second vacuima based technique of lamination according to the 
25 present invention, 

Figure 9 shows a third vacuum based technique of lamination according to the 
present invention, 

30 Figure 10 illustrates an alternative technique of delamination according to the present 
invention,. 
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Figure 11 illustrates a structure formed in a layer of resin using an embossing 
technique according to the present invention. 

Figure 12 shows a fluid constraining channel fonned using the embossing technique 
5 of the present invention. 

Figure 13 shows a transistor incorporating a weU structure fabricated using the 
embossing process of the present invention, 

10 Figures 14 and 14b shows an organic light emitting diode fabricated using an 
embossed wall structure of the present invention. 

Figure 15 shows a sectional scanning electron microscope (SEM) image of an 
embossed copy made within the regime for zero offset, 

15 

Figure 16 shows a sectional SEM image of an embossed copy made outside of the 
regime for zero offset, 

Figure 17 shows an embossed grating surface having spacer bead contaminants 
20 introduced prior to embossing. 

Figure 18 shows the measured height profile of the grating surface of figure 16 along 
the line A-A, 

25 Figure 19 shows the effect of offset and cell gap on the effective voltage and latching 
properties of a ZBD, 

Figure 20 shows the effect of offset and grating mark to space ratio on the effective 
voltage and latching properties of a ZBD, * 

30 

Figure 21 shows the effect of offset and grating amplitude on the effective voltage 
and latching properties of a ZBD, 
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Figure 22 are SEMs of a 1.2pm amplitude grating masters composed of regions of 
0.6 iiim (Fig 22A), O.Spm (Fig 22B) and 1.0pm (Fig 22C) pitch, 

Figure 23 shows SEM cross-sections of gratings produced jfrom the 1.2\xnx master 
5 using 6 bar embossing pressure (corresponding to approximately 30kPa) and a 
throughput speed of V = 10 cm /mm (i.e. 1.66 x 10'^ m/s), 

Figure 24 shows SEM cross sections of the 1.2nm gratings embossed at 0.45bar for 
throughput speeds of Icm/min to 10 cm/min, 
10 . 

Figure 25 shows the dependence of the grating shape on througjiput speed, measured 
from the SEMs of figure 24, 

Figure 26 are SEMs of 0.9pm and l.Opm amplitude grating masters, composed of 
15 0.6pm, 0.8pm and 1.0pm pitch regions. 

Figure 27 shows SEM sections of 1.0pm and 1.1pm amphtude gratings embossed at 
a pressure of 0,45 bar and throughput speeds of 3cm / min and 5 cin / min, 

20 Figures 28, 29 and 30 show the shape of the gratings firom figure 27, measured using 
the SEM results. 

Figure 31 shows SEMs of the embossed gratings produced using higher force and 
throughput speeds, 

25 

Figure 32 illustrates a pattem that can be embossed into a fixable layer. 

Figures 33 and 34 show theoretical predictions from equation (1) are shown, 

30 Figure 35 shows a theoretical estimate for the upper limit of throughput speed for 
achieving the minimum offset condition; 
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Figure 36a) and 36b) show SEM images of an embossed grating from a second 
lacquer at an embossing pressure of 0.45 Bar and a speed of 2 cm /min, 

Figure 37a) and 37b) show SEM images of an embossed grating from a second 
5 lacquer at an embossing pressure of 5.5 Bar and a speed of 2 cm /min; 

Figure 38 shows the transmission spectra of the two embossed gratings shown in 
figures 36 and 37, and 

10 Figure 39 shows embossing apparatus of the present invention having a feed-back 
control loop. 

Referring to figiire 1, a stracture 1 comprising a substrate 2 carrying a layer of resin 4 
embossed with surface features 6 using a prior art technique is shown. 

15 

The structure 1 is produced by locating a layer of resin on the substrate 2. The 
substrate 2 carrying a layer of uncured resin is then passed through a pair of rollers. 
• A nickel shim, bearing the inverse of the required surface pattern, is attached to the 
surface of the roller that is brought into contact with the resin layer. The resin is 

20 cured whilst in contact with the rollers using an appropriate radiation and/or heat 
source. Roller separation is kept constant so that, apart from any pattern written into 
the resin, the total thickness of the substrate 2 plus the resin fihn 4 is constant (i.e. 
the stracture 1 has a substantially constant thickness h). Typically, the substrate 2 is 
flexible to ensure that the pressure applied by the rollers does not cause the substrate 

25 to shatter. 

Due to manufacturing tolerances the thickness of the substrate 2 may be non- 
uniform, and the roller plus nickel shim diameter may also vary down the length of 
the roller. Therefore, generally, the absolute thickness of the embossed resin layer 4 
30 varies in absolute thickness even for identical surface features 6; i.e. the layer 
thickness f i is different to f2, which is different to is. 
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Typically the liquid crystal alignment will be provided by the surface profile being 
formed as a grating, i.e. a series of shaped peaks and troughs. Therefore the thickness 
of the resin layer will vary between the peaks and the troughs. However, when 
uniform switching properties are required it is desired that the resin thickness is 

5 identical at every peak and at every trough and that the surface profile is consistently 
repeated. Iq other words, a repeating base imit should be consistently repeated with 
the same thickness profile. Variations in thickness profile between repeating units is 
termed a variable offset and has the disadvantages given below. Alternatively, the 
embossed structure may be used as a spacer for adjacent regions, or for the opposing 

10 walls of the device. In such instances, the uniformity of the device is also dependent 
on the uniformity of the amplitude at the peaks and troughs across the device. 

It should be noted that other surface alignment profiles may be used where a change 
in thickness is deliberate.^ However, wherever there is a repeating unit intended to 
15 impart the same liquid crystal aligimaent and switching properties as another unit any 
variation in offset (i-e. variation in the absolute thickness profile of the resin between 
repeated units) should be avoided. 

Variations in the overall amplitude may be studied by illuminating the completed 
20 plate with a spatially uniform and narrow waveband light source. Variations in the 
overall thickness of the device then become clearly visible due to the interference 
fringes firom the top and bottom surface. This method enables the offset to be 
characterised to within a quarter of the wavelength of the illvuninating test source 
(typically about 120imi). 
25 ^ 

Stractures of the type shown in figure 1 are weU known in the prior art, and have 
been used to obtain various optical effects. For example, it is known to produce 
diffraction gratings and holograms etc. In such structures, a variable offset does not 
affect the optical properties of the structure; the optical properties are dictated by the 
30 surface profile and not the total resin layer thickness. 

As described above, a suitable surface profile (e.g. a gratiiig structure) formed in a 
layer of resin can be used to impart aligrmoient to liquid crystal materials and can thus 
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be used in a Hquid crystal device. However, in a Hquid crystal device the absolute 
thickness of the resin layer (i.e. the amount of offset) in a particular area of the 
display wm detennine the switching voltage of the display in that area. This arises 
because as the thickness of the resin layer is mcreased, the proportion of the appUed 
5 voltage that is dropped across the resin layer also increases thereby reducing the 
effective voltage appHed to the layer of Uquid crystal material. Variations of the 
offset across a liquid crystal display wiU thus produce non-uniform switching 
properties in a display device. 

10 It can therefore be seen that prior art embossing techniques have disadvantages when 
they are used to fabricate grating structures for surface ahgnment of Uquid crystal 
materials. 

The shape of the surface features 6 and the degree of substrate thickness variation 
15 that are shovm in figure 1 are for illustration purposes only. The surface features 
required to provide Hquid crystal alignment are described in more detail elsewhere; 
for example see EP0856164 for the surface profiles required to produce a ZBD. 

It should also be noted tiiat the embossed resin layer is typically located on a 
20 substrate tiiat comprises a pre-pattemed electrode structure. This reduces 
manufacturing costs because transparent layers (e.g. glass or plastic) coated with 
indium tin oXide (irO) are commercially available. Having electrodes that are 
integral with the substrate also prevents any unwanted optical effects that may arise 
from placing the electirode on top of the embossed resin layer, and ensures good 
25 conductivity as the electrode structure is kept substantially flat. 

Referring to figure 2, a flow diagram of a method of the present invention is shown. 

The step 10 comprises locating a layer of resin on a suitable substrate. For example, a 
30 glass substrate could be spia coated, nip-fed, silk screened, flexi-printed or ink-jet 
printed with a layer of UV curable resin. The resin thickness is preferably greater 
than the height of tiie taUest feature. The substrate may comprise a number of layers; 
for example it may comprise an electrically conductive layer (such as Indium Tin 
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oxide or a metal) fonned on a piece of glass. It may include a substantially unifonn 
layer coated on to the electrode structure, deposited by spin coating, evaporation, 
sputtering, gas phase deposition, or printiiig method The substrate may also 
comprise electronic elements, such as thin film transistors, driver circuits etc. 

5 

The resin may be deposited on only a part of the substrate. For example, the resin 
could be coated on regions of the substrate where an embossed stracture is required. 
These regions could be separated by regions that are substantially free of resin, or 
carry a different type or kind of material. The selective coating of a substrate is 
10 particularly useful when resin free areas are required for subsequent production 
steps; for example when an edge seal of glue is used to bond a substrate carrying an 
embossed Uquid crystal alignment layer to an opposing plate to form a liquid crystal 
device. Known Inkjet printing techniques are one technique that could be used to 
selectively coat areas of the substrate with resin. 

15 

The step 12 comprises forming a carrier fihn having an inverse of the required 
surface profile, and a method of performing this step is described in detail with 
reference to figure 3. To aid subsequent release of flie carrier film fiom the resin 
coated substrate, the formulation of the carrier film surface is preferably selected 
20 such that it does not adhere strongly to the resin. The carrier film can be metallized 
with Al, Ni, or Cr or treated with a low energy material (for example a fluorinated 
polymer such as plasma polymerised FTFE) to aid release from the cured resin. 

The step 14 comprises laminating the carrier film and flie resin coated substrate. This 
25 Step may be performed by passing the carrier film and substrate through a pair of 
rollers as described with reference to figures 4-6. Vacuvim based techniques of the 
type described with reference to figure 7-9 may also be used. 

To ensure the offset variability of the resulting resin layer is minimised, the pressure 
. 30 apphed to the carrier layer and substrate during lamination should be kept constant. 
For a typical carrier layer and resin with a viscosity of SOcps, a pressure greater than 
100 Pa and less than 10 Mpa should be applied. The pressure should be apphed as 
uniformly as possible. A feedback mechanism may be included into the apparatus to 



BNSDOCID: <WO ^030951 7SA2_L> 



wo 03/095175 



PCT/GB03/02015 



25 

ensure that tho pressure applied remains constant during the embossing process. To 
prevent contamination by dust, the lamination step may be performed in a clean 
atmosphere such as a class 1 enclosure. Alternatively, anti-static air-brush and/or 
other similar methods could be used to remove dust from the film immediately prior 
5 to its contact with the substrate and / or fixable material. 

After lamination, a cure step 16 is performed. The precise cure technique depends on 
the type of resin used and can be performed remotely to the lamination step. 
Typically, curing is achieved via illumination with UV or IR radiation. A curing step 
10 using radiation of two or more different wavelengths may also be used to cure the 
resin. For example, a first wavelength of radiation could be applied to cure a portion 
(e.g. the surface) of the resin and a second wavelength of radiation could be applied 
to cure a second portion of the resin (e.g. the bulk). Alternatively the intensity could 
be varied. 

15 

Altematively, a heat source may be used as the cure step. 

Unlike prior art techniques, fast cure times are possible since UV or heat can be 
readily applied over a large area. Since the laminate is relatively stable with time, the 
20 curing step could also be performed at some time after lamination. The present 
invention thus has an advantage over prior art techniques in which the cure step is 
performed whilst the patterned roller is in contact with the resin. 

It should be noted that it may be desirable to cure only part of the resin. For example, 
25 UV radiation could be passed through an appropriately patterned mask. In this 
maimer regions of uncured resin would remain that, after the de-lamination step, 
could be washed away using an appropriate solvent. As described above, having 
areas of the substrate free from resin can prove advantageous for certain applications. 

30 It is also possible to perform a pre-cure step prior to laniiination. For example, certain 
areas of resin on the substrate could be cured before embossing. This would enable 
layers to be produced without the pattern embossed in certain regions (e.g. in the 
vicinity of an inter-pixel gap). 
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Once cxired, a delamination step 18 can be performed to remove the carrier film from 
the cured resin layer. Separation is achieved by peeling off the carrier film from the 
resin layer. As described with refwence to figures 4-6 this could be performed using 
5 rollers or, as described with reference to figure 10, using a vacuimi clamp and/or an 
air jet. The delamination step can be performed at some time after lamination; for 
example, the carrier film laminate structure could be placed on a roll and transported 
to an appropriate LCD manufacturing f aciUty. 

10 As with the lamination step 14, the separation step 18 may be perfonned in a clean 
atmosphere to prevent contamination of the patterned resin coated substrate. The 
carrier film may be used once, or may be clesqied and re-used several times. 

Finally, the substrate having the required surface profile formed therein may be used 
15 (step 20) as a cell waU in a liquid crystal device, such as a ZBD. Additional layers, 
for example homeotropic treatments, may be applied to the cured resin layer prior to 
device assembly in any conventional manner. 

Referring to figure 3, one method of producing a carrier film is shown. A flexible 
20 plastic sheet 40 under slight tension is passed by a patterned roUer 42 and four soft 
rollers 44. IThe pattemed roller 42 has a metal shim 46 around its circumference 
containing the required pattern. 

A nip of UV curable resin 48 is applied to the plastic sheet 40 prior to it being 
25 brought into contact with the pattemed roller. As described above, the plastic sheet 
may have a non umform thickness and the diaineter of the roller may vary along its 
length. Hence, the resin thickness is selected to be greater than the variation in 
substrate thickness and roUer non-uniformity (e.g. 25\xm and thicker). Whilst the 
resin is in contact with the pattemed roller, the UV curable resin is cured by 
30 irradiating with UV radiation and a carrier film 50 is thus produced. The carrier fikn 
50 is of constant thickness (i.e. the thickness h is invariant) but the offset varies along 
the film. It should also be noted that imperfections along the length of the roller will 
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mean that although the thickness h is substantiaUy invariant along the fihn, the 
thickness h may vary across the fihn. 

Alternative methods of foiming a carrier layer are also known, for example a 
5 thermoplastic fihn could be heated above its glass transition temperature whilst it is 
in contact with a patterned roller. 

Referring to figure 4, a method of lamination, curing and delamination for a glass 
substrate is shown. 

10 

In the lamination region 60, a first roller 56 and a second roller 58 force a carrier fihn 
50 in to contact with a layer of uncured UV curable resin 54 coated on a glass 
substrate 52. tlie fust roUer 56 and the second roHer 58 are biased toward one 
another, for example using springs or ah: pistons, such that a constant pressure is 
15 appUed during the lammation process. A pressure in the range of 0.1 to 5 psi is 
appropriate when usmg resm with a viscosity of 2-lOOOOcPs (1 poise CPs) = 0.1 
pascal second). 

The glass substrate 52 will have a certain level of thickness non-uniformity, which is 
20 typically of the order of +0.2pm per 20mm for supertwist nematic quality glass but 
could be higher for unpoHshed glass. Therefore, to ensure a substantially constant 
pressure is apphed along the length of the roller during lammation the first roUer 56 
and the second roUer 58 are deformable. However, it must be ensured that the rollers 
are not too soft as this may allow the roller to deform substantially thereby 
25 introducmg stress mto the carrier fihn. The roUers should provide the reqmred level 
of deformation and take up any non-uniformity m the thickness of the laminate (e.g. 
due to variations in glass thickness). 

RoUers having a Shore A hardness of greater than 50, or greater than 55, or greater 
30 than 60, or greater than 65 may be used. RoUers having a Shore A hardness less than 
90, or less than 85, or less than 80, or less than 75 could be used. The roUers may be 
formed from a shigle material, or may have an outer deformable surface mounted on 
a ri^d (e.g. metal) core. 
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Once laminated, the resin 54 is cured in the curing region 62 by exposure to an 
appropriate source of UV radiation. UV lamps suitable for such a process are known 
to those skilled in the art. 

5 

The carrier film 50 is peeled from the cured resin layer in the de-lamination region 
64. A second de4amination roller 68 supports the glass substrate 52, whilst the 
carrier film 50 is lifted and guided away from the resin-coated substrate in a 
controlled manner using a first de-lamination roller 66. This technique ensures a 
10 smooth de-lamination process preventing damage to the structure formed in the resin. 
A structure 70 comprising a glass substrate / electrode structure with a patterned 
resin layer is thus produced. 

Referring to figure 5, a method of lamination, curing and delamination for a flexible 
15 plastic substrate is shown. Similar elements to those described with reference to 
figure 4 are given like reference numerals. 

In coromon with the method described with reference to figure 4, a lamination region 
60, a curing region 62 and a de-lamination region 64 are provided. A flexible plastic 

20 substrate 72 with a layer of uncured resin 54 is laminated with the carrier film. The 
plastic substrate 72 is more de-formable than the glass substrate 52 used in the 
method described with reference to figure 4- Therefore the rollers 56 and 58 do not 
need to be as deformable as those used when lainination using a glass substrate is 
performed because the plastic substrate itself will deform to some extent. A first 

25 roUer 56 and a second roller 58 having a shore A hardness of 60 would be suitable. It 
is assumed fliat a shore hardness of 60 approximates to a Young's modulus of 2 
MPa. 

Referring to figure 6a, embossing apparatus 80 for implementing the method 
30 described with reference to figure 4 is shown. 

A roll of carrier film 82 is rotateably mounted between a first pair of support arms 
84: A first lamdnation roller 86. and a second lamination roller 88 are mounted on a 
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second pair of support arms 90, A first de-lamination roller 92 and a second de- 
lamination roller 94 are mounted on a third pair of support arms 96. A roll 98 to 
receive carrier filtn is rotateably mounted on a fourth pair of support arms 100. The 
support arms 84, 90, 96 and 100 are attached to a base 102. A UV radiation source 
5 104 is mounted in the base 102 between the a second pair of support anns 90 and the 
third pair of support arms 96. The second lamination roller 88 is rotatably mounted at 
a fixed height from the base 102, and the first lanmiation roller 86 is biased toward 
the second lamination roller 88 by a pair of air pistons 112. 

10 Each air piston 112 exerts a force of 560N for an iaput gas pressure of 7 bar, and the 
total downward force appKed by the first lamination roller is thus 1 120N when each 
piston receives a gas pressure of 7 bar. For a rabber roller with a shore "A*' hardness 
of 60 the mbber defomis to produce a contact width of 15mm, and for a substrate 
width of 355mm a pressure of 0.21N/mm^ will thus be applied to the carrier film. 

15 Different hardness rollers will obviously deform to a greater or lesser extent, and 
figure 6b shows the estimated pressxire exerted on the carrier film as a function of 
contact width for an input gas pressure of 7 bar (see curve 122) and an input gas 
* pressure of 1 bar (see curve 120). 

20 The first and second delaroj nation rollers 92 and 94 are arranged in a similar 
configuration to the corresponding lamination rollers 86 and 88. Pistons 114 bias the 
first delamination roller 92 towarji the second delamination roUer 94. Pressxire may 
be applied during the delamination process, although this is not necessary to ensure 
controllable delamination occurs. . 

25 

Prior to use, carrier film 106 is fed from the roll of carrier film 82 through the 
lamination and delamination rollers and received by the roU 98. The carrier film 106 
is held under slight tension and the unpattemed side of the carrier film is held in 
contact with the first lamination roller 86 and the first delamination roller 92. 

30 

Iq operation, a resin coated substrate 108 is fed into the apparatus through the first 
pair of support arms 84 and passes through the lamination rollers where it is 
laminated with the carrier film. As described above, the lamination rollers are formed 
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from rubber of a shore A hardness of 60 and a pressure of 0.21N/rQin^ is applied 
during lamination when using a 1pm thick layer of resin having a viscosity of 50 cps. 

The laminate is then exposed to radiation from ttie UV radiation source 104 to cure 
the patterned resin before it passes through the delamination rollers. Finally, the 
substrate 108 is removed from the apparatus through the fourth pair of support aims. 

Using apparatus of the type described with reference to figure 6a provides a resin 
layer that has a surface profile with a predetermined offset which is capable of 
providing uniform surface alignment to liquid crystal materials. The abiUty to 
minimise variations in offset across an LCD alignment surface provides improved 
device performance and uniformity. The apparatus can also be extended to provide 
large area devices and allows low cost, mass production, of Uquid crystal devices. 

It should be noted that in all the examples described above the grating pattern is 
shovm with grooves parallel to the roller axis. However, in practice it is often 
preferable to orient the grooves perpendicular to the roller axis. Although UV curable 
resin is described in the examples given herein a person sldlled in the art would 
recognise the many alternative fixable materials that could be used. The manner of 
fixing the material (e.g. curing using visible, UV, x-ray, e-beam or heat) would also 
depend on the type of fixable material employed and would be well known to a 
person skilled in the art. 

It is possible to perform the embossing technique at any temperature in order to 
reduce or increase the viscosity of the fixable material as required. For example, 
heated, or cooled, rollers may be employed. 

Although the desired operating parameters are described above for roller based 
methods of the type described with reference to figures 4-7, the parameters (e.g. 
viscosity, rbUer radius and hardness, apphed pressure etc) are interdependent Hence, 
a more viscous fixable material will require the appUcation of more pressure for a 
longer period of time in order to be embossed with a pattern having the desired 
offset. 
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For a nip fed system, the interdependency of these parameters can be described, as an 
approximation only, by the expression (in SI units): 

where T is the coating thickness, W is the applied load per unit roll length, E is the 
Young's modulus of the elastomeric material forming the surface relief structure on 
the carrier film, R is the roller radius, V is the linear speed of the laminate through 

10 the pair of rollers and |.i is the viscosity of the fixable material. Similar relationships 
could be derived for systems in which the fixable material is printed to the required 
depth onto the substrate prior to embossing. The various parameters of the system 
could thus be altered as required to provide embossing in accordance with this 
invention. The thickness T is the sum of the amplitude of the surface relief structure 

15 A and the desired offset O. 

Referring to fiigure 7, a vacuum embossing technique is shown. 

As shown in figure 7a, a carrier film 130 of the type described with reference to 
20 figure 3 is attached to a plastic base fjltn 132. A resin coated substrate 134 is located 
adjacent to the carrier film 130, The carrier film 130, base film 132 and resin coated 
substrate 134 are placed in a vacuum chamber 136. 

• The vacuum chamber is evacuated to remove the air. The free ends 138 and 140 of 
25 the plastic base fjltn 132 are melted and pressed together to form an airti^t seal 
around the substrate. As shown in figure 7b, the substrate is thus effectively located 
in an evacuated plastic bag. The chamber is then pressurised so that the carrier film 
(i.e. embossing tool) is pressed into the resin due to atmospheric pressure; see figure 
7c. The resin can be UV cured in situ, or stored in the bag and cured at a later time. 
30 This technique has the advantage of applying uniform pressure across the carrier 
film. 
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Refening to figure 8, a second vacuum embossing technique is illustrated 

The method involves placing a glass substrate 150 coated with a thin layer of curable 
resin 152 on a flat surface 154. A earner fihn 130 of the type described with 
5 reference to figure 3 is located on au o-ring 156 on top of the flat surface 154. 

The air is evacuated from the area 158 between the carrier film 130 and the flat 
surface 154, thereby bringing the carrier film 130 into hard contact with the resin 
152. The resin 152 is then cured with UV hght. The amoimt of evacuation is 
10 sufficient such that the external atmospheric pressure uniformly drives the carrier 
film into the resin with the force required to minimise offset variation and also to 
give the required offset thickness. 

Referring to figure 9, a third vacuvun embossing technique is illustrated. 

A carrier film 130 of the type described with reference to figure 3 is located on an o- 
ring seal 163 that is mounted on an external support 164. A glass substrate 160 
having a layer of resin 162 coated thereon is mounted on a second o-ring seal 166 
that is also mounted on the support 164. This apparatus is located in a vacuum 
chamber 168. 

The vacuum chamber 168 is evacuated to remove the air from the area 172 between 
the carrier filTn 130 and the ^ass substrate 160. Pressure is applied on top of the 
substrate edges via a third o-ring 170 to ensmre the o-ring 166 provides a good seal. 
25 Ihe chamber is then let up to atmospheric pressure, which causes uniform 
atmospheric pressure to be applied to laminate the carrier film and the resin coated 
substrate. The resin is then UV cured. 

Referring to figure 10, a technique for removing (or de-laminating) a carrier film 130 
30 from a (cured) resin coated substrate 170 is illustrated. An upper arm 172 holds the 
carrier film 130 using vacuum pads 174. A lower arm 176 holds the resin coated 
substrate 170 using vacuum pads 178. The upper arm 172 is mounted to the lower 
176 via a pivot 180. In operation, the upper arm 172 is pivoted about the pivot 180 
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such that the cairier film 130 is slowly peeled from the substrate. A jet of air may 
also be applied to aid release. 

With reference to figure 11, a structure 200 fabricated using an embossing method of 
5 the present invention is shown. The structure 200 comprises a substrate 202 carrying 
a layer of resin 204 and has surface features 206 formed therein. 

It can be seen that the repeated surface features 206 are of constant depth (d), have a 
trough with a predetermined thickness (f) of resin and that the unpattemed portion of 

10 the layer of resin 204 is a predetermined thickness (R). The offset, in this case the 
thickness (f), associated with fee resin layer is thus substantially invariant. Once 
again it should be emphasised that the shape of the surface features 206 and the 
degree of substrate thickness variation that are shown in figure 11 are for illustration 
purposes only. It shotdd also be noted that in certain circumstances the thickness (f) 

15 of the resin at the bottom of the trough may be required to be minimal (i.e. near 
zero). 

A skilled person would recognise that the present invention may be used to provide 
embossed structure for use in appUcations other than the provision of hquid crystal 

20 aUgnment layers; Physical structures, such as pillars, walls or "waffles" may be also 
embossed in the resin. These physical stmctures may be used to space the two 
opposed cell walls forming an LCD to act as **blac]c" matrix between adjacent pixels 
and/or to separate different areas of the device where the liquid crystal properties 
differ. Furfliermore, the embossing technique could provide refractive, diffractive, 

25 diffusive, scattering or holographic elements to improve the optical properties (e.g. 
viewing angle, reflectivity, contrast, colouration, transmissivity etc) of the LCD 
devices. 

The embossing technique of the present invention can also be used in many 
30 apphcations other than liquid crystal devices. A few of the numerous electronic and 
electro-optic apphcatiLons in which embossed layers fabricated in accordance with the 
method of the present invention could be used are described below. 
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Firstly, embossed structure fabricated in accordance with this invention could be 
used in any situation where it is necessary to constrain, control or align fluids. For 
example, in electrophoretic displays or electrochromic modulators or in the field of 
micro-fluidics (often termed lab-on-chip technology). 

5 

In micro-fluidic systems an electric field is used to move fluids constrained in 
channels. As shown schematically in figure 12, side walls 300 and 302 of a weU 
defined height could be embossed in a layer of fixable material located on a substrate 
304 that has an uppermost electrode layer 306. The embossing technique of the 

10 present invention would permit the side walls to be formed from a layer of fixable 
' material and could have a near zero offset; hence there would be an almost zero 
thickness of fixable material in the intermediate region 308 between the side walls. A 
fluid 310 could then be located in the area 312 defined by the side wall 300 and 302. 
As the fliickness of fixable material between tiae electrode 306 and fee fluid 310 is 

15 miriimal (i.e. the layer of fixable material is arranged to have a near zero thickness in 
the intermediate region 308) there vidll be a minimal voltage loss across said fixable 
material. 

Secondly, the embossing technique of the present invention can be used in the 
20 process of forming a number of different types of electrical structure. As an example, 
figxare 13 illustrates a transistor formed using an embossed well stmcture. 

To produce the transistor shown in figure 13 a substrate 350 carrying a first electrode 
352 and a second electrode 354 is coated witii a layer of photo-curable polymer. The 

25 technique of the present invention is used to emboss a stmcture comprising a wall 
356 surrounded by near zero thickness regions in said photo-curable polymer. A first 
layer of electrically active material 358 and second layer of electrically active 
material 360 are then placed (e.g. by inkjet printing) in the well formed by the wall 
356. A top electrode 362 is placed (e.g. by ink jet printing) in contact with the upper 

30 surface of the second layer of electrically active material 360. The selection of a 
suitable top electrode 362, first and second electrodes 352 and 354 and first and 
second layers of electrically active material 358 and 360 can thus pro^dde transistor 
operation. 
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The active portion of the transistor shown in figure 13 is accurately dejQned by the 
sidewall 356. The embossing technique is not limited to the 170|Jm resolution of the 
Inkjet printing, hence the active part of the transistor can be naade much smaller (e.g. 
SOpim) and the size thereof can be accurately defined- Furthermore, the use of a near 
zero offset embossed layer does not inhibit electrical contact between the first and 
second electrodes 352 and 354 and the first layer of electrically active material 358 
in the central region 364 . 

A further use of the present invention is in the field of organic light emitting diodes 
(OLEDs), which includes polymer or smaU molecule light emitting diodes (PLEDs), 
of the type described by Humbs et al in tiie proceedings of Eurodisplay 2002, page 
145 to 147. The technique of iokjet printing the various layers required to form the 
OLED is limited by the resolution of the Inkjet printer which is currenfly around 5 
dots per millimetre (i.e. 200^tm features). 

Referring to figure 14, it can be seen how a high resolution colour device can be 
made. Figure 14a shows a substrate 400 carrying electrodes 402. A wall stmcture 
404 is embossed onto the substrate and forms a container for each polymer, thereby 
defining the pixel structure. The height of the wall will be in the range O.ljim to 
50|xm, its width will be between 10\i and 40jim, and the separation between walls is 
around 40fjim to 200j.im. 

Semiconducting polymers 406 suitable for emission of red (polymer 406a) green 
(polymer 406b). and blue (polymer 406c) wavelengths are then ink-jet printed into 
each container as shown in figure 14b. The polymers fi:om adjacent pixels wiU 
overlap on top of the embossed polymer wall, but this causes no degradation of the 
perfomiance of the device. The near zero offset of the embossed layer in the region 
between the walls ensures good contact between the electrodes 402 and semi- 
conducting polymer 406 and hence permits fcHmation of the diode junction. 
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The skilled person would also recognise that the embossing technique of the present 
invention can be used to pattern polymer based semiconductor layers to form many 
types of electrical devices such as transistors, diodes and other such components, 

5- FIRST EXAMPLE, 

A grating structure suitable for use in a zenithal bistable display has been produced 
with zero offset in a photopolymer layer using the present invention. 

10 The desired grating grooves were contained in the surface of a polycarbonate (PC) 
carrier film which had a total thickness of 125fxm. The grooves were previously 
, formed in this film by hot-foil melting of the PC while in contact with a nickel shim. 

The textured PC film was laminated against a piece of clean LCD glass which was 
15 0.55mm thick and carried a lOOnm thick surface coating of ITO (indium tin oxide). 
Before the lamination an excess (i.e. a nip) of a photopolymer material was added 
between the PC film and the glass. 

The photopolymer is made up from a mixture of epoxy materials from Dow 
20 Chemical. The mixture comprised 58% Cyracure Resin UVR 6105, 38% Cyracure 
Resin UVR 6000 and 4% Cyracure photoinitiator UVI 6974. 

The PC film and glass were laminated using apparatus of the type described with 
reference to figure 6a. The pair of rollers were rotated in order to inove the laminate 
25 at a linear speed of 0.34mm/s. Each of the pair of lamination roUers were identical 
with diameters of 69mm and a Shore A hardness of 60. The roller separation was 
adjusted so that it was 1mm less than the separation at which the rollers first touch 
each other; i.e. 1mm of roller compression. This imparted the desired pressure during 
the lamination process. 

30 

After lamination, the photopolymer was exited by passing 365imi radiation through 
the glass to a total dose of 2.9 J/cm^. The PC layer was then peeled back from the 
glass to reveal a copy of the grating grooves adhered to the glass surface. 
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RefeiriBg to figure 15, a view of an SEM cross section of the sample is shown. The 
zero offset condition has been achieved since the troughs of the grooves can be seen 
to be in contact with the ITO layer, inspection of the devices showed one or less 
5 interference fringes when iUmninated by light from a sodium lamp. This was 
indicative of the zero offset condition 

The process was repeated with a larger roller compression of 2mm instead of 1mm. 
The zero offset condition was again achieved. In a separate experiment (at Imm 
lb roller compression), the lamination speed was increased from 0.34iran/s to 
0.79min/s. Again a zero offset was achieved. It can thus be seen that the zero offset 
condition can be obtained within a defined window of suitable process parameters 
and is thus well suited to hi^ repeatability manuf actuiing, 

15 To demonstrate embossing outside the regime of zero offset, another sample was 
embossed with a compression of 1mm but at a linear speed of lOnam/s. In this case 
the photopolymer material on the glass has a 0.58 iim offset as shown in figure 16. 

The process described above with reference to figure 15 is also resistant to 
20 contamination by solid particles. This was demonstrated by performing a 
contamination study in which 3\xm spherical spacer beads (i.e. solid contaminants) 
were deliberately introduced during the embossing process. 

Figure 17 shows an SEM image of the grating structure produced by the embossing 
25 technique in the vicinity of the spacer beads, whilst figure 18 show the measured 
height profile of the surface along the line A-A in figure 17. 

It can be seen from figures 17 and 18 that the amount of non-uniformity produced by 
the contaminant is roinimal. In other words, unwanted distortion to the offset of the 
30 grating profile only spreads a small distance fiom the spacer bead. In this case it was 
found that a increase in offset height of around 300nm was produced over a circular 
area having a radius of around 2rDm. 
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For a Zenithal Bistable Device (ZBD) of the type described in patent EP0856164, the 
dependence of the latching field can be shown to be: 



V 



(2) 



10 This has been used to calculate the dependence of the field across the liquid crystal 
as a function of cell gap, grating offset and amplitude. Figures 19, 20 and 21 show 
data derived from equation (2) as various parameters are changed. The liquid crystal 
permittivity is assumed to be 8|| = 45 and the grating permittivity Eg =4.8 is assumed 
throughout. It can be noted that decreasing the former and increasing the latter may 

15 prove advantageous. 

Figure 19a shows the effective voltage applied to the liquid crystal material as a 
function of underlayer thickness (i.e. offset) for cell gaps of 3pm (curve 500), 4pm 
(curve 502) and 5).im (curve 504). Figure 19b shows the change from a 20V latching 
20 pulse as a function of the change in thickness of the underlayer (i.e. offset) for cell 
gaps of 3pm (curve 506), 4jxm (curve 508) and 5ixm (curve 510). In this case a 
grating amplitude of 0.8pm and a mark to space ratio (G) of 0.39 was assumed. 

Figure 20a shows the effective voltage applied to the liquid crystal material as a 
function of underlayer thickness (i.e. offset) for mark to space ratio (G) of 0.2 (curve 
520), 0.5 (curve 522) and 0.8 (curve 524). Figure 20b'shows the change from a 20V 
latchmg pulse as a function of the change in thickness of the underlayer (i.e. offset) 
for mark to space ratio of 0.2 (curve 526), 0.5 (curve 528) and 0.8 (curve 530). In 
this case a grating amplitude of 0.8pm and a cell gap of 4pm was assumed. 

Figure 21a shows the effective voltage applied to the liquid crystal material as a 
function of imderlayer thickness (i.e. offset) for grating amplitudes (hg) of 0.4pm 



25 
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(curve 540), O.Sfim (curve 542) and 1.2Mm (curve 544). Figure 21b shows the change 
from a 20V latching pulse as a function of the change in thickness of the underlayer 
(i.e. offset) for grating ampHtudes (hg) of 0.4Min (curve 546), 0.8Mm (curve 548) and 
1.2^mi (curve 550). In this case G=0.5 and a cell gap of 4pin was assumed. 

5 

To summarise, high cell gaps, high mark to space ratios and high grating amplitudes 
are preferred to ensure latching uniformity as a functiion of offset. To prevent the 
latching voltages varying by 10% across a cell, a 200nm offset needs to be controlled 
to about ± 50nm. Obviously, for a 20V latching material, this corresponds to a 2V 

10 variation across the cell. The voltage waveforms used to address a panel would thus 
be designed to allow for this 2V variation in latching voltage arising from the offset 
variation. If analogue grey-scale is to be implemented using such structures, it is 
necessary for each error free level to be designed to allow for this variation. If a ± 
50nm offset variation is achieved ia practise, then we are likely to be restricted to 

15 four error-free analogue levels. 

Improving materials (i.e. low voltage latching) will allow larger variations to occur, 
but probably will not increase the number of greys that is possible. Embossing into a 
conductor (such as poly-aniline or PEDOT) or into a homeotropically aligned Hquid 
20 crystal monomer (high An) may be effective methods of reducing the sensitivity to 
offset variations. 

Rather than produce a controlled offset with a suitable tolerance to variations, the 
alternative approach is to increase the pressure (i.e. W in equation 1) or reduce the 

25 throughput speed (i.e. V in equation 1) to ensure that the offset is close .to zero (T = 
A). In this fashion, offset variations are nodnimised and the electric field applied 
across the device is maximised. For apphcations where the shape of the surface relief 
structure is important, such as the zenithal bistable hquid crystal device, care must be 
taken to ensure that the Youngs modulus of the carrier film, and in particular the 

30 inverse surface relief structure on said carrier film, is sufficiently high to prevent 
significant deformation of the stracture during the embossing process. This is shown 
ia the following example. 
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SECOND EXAMPLE 

SEMs of a typical ZBD gratiDg master are shown.in figure 22. The mastCT comprises 
three regions of different pitch, which form areas within each pixel of different 
5 electro-optic characteristics, thereby leading to the advantageous property of 
grayscale. The groove shape may be characterised in terms of the amplitode A, mark- 
to-space ratio, shallow a and steep p side wall angles and the offset O. For the 1.2Mm 
master shown in figure 22, the values are given in table 1: 

10 Table 1 



Pitch (urn) 


1.0 


0.8 


0.6 


Amplitude (Mm) 


1.21 


1.20 


0.87 


Offset (Mm) 


0.0 


O-O 


0.32 


Mark-to-space (%) 


53% 


53% 


57% 


Shallow side a (°) 


82 


85 


83.5 


Steep side p (°) 


91 


93 


85 



Note, that A + O = 1.2)jm for all pitches. Masters wifli a range of different 
thicknesses were fabricated, from 0.9jJtm to 1.2MmL. Each master was used to form a 
Nickel shim by a combination of sputtering and electro-deposition, followed by the 

15 production of carrier film formed from a lacquer on a PET film, using the method 
described previously. This carrier film was used to emboss grating alignment 
stractures onto ITO coated glass substrate. To help ensure that the embossed grating 
had the same symmetry as the original master, an even number of generations of the 
Nickel j^him was used. Eg. Master = positive : Shim generation 1 = negative : Shim 

20 generation 2 = positive : carrier film = negative : embossed grating = positive. If 
appropriate, the opposite shape symmetry can be obtained in the embossed grating to 
give slightiy different properties. 

Figure 23 shows the resulting structures when the Young's modulus of the lacquer, E 
25 is low relative to the pressure apphed to the 40cm rollers. The Lacquer had a 
Young's modulus of about 120 MPa, whereas a 30 kPa pressure was applied. 
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Equation (1) predicts that the grating amplitude equals 1.2Min for a throughput speed 
of about 2.2 x 10^^ m/s (using the parameters: jx = 0.6 Pas; E = 1.2x10^ Pa; R = 0.1 
m; W = 12 IdST/m)- That is, the offset in the resulting embossed structure is 
approximately zero for throughput speeds of about 14 cm/min and below. Equation 
5 (1) predicts that a speed of 10 cm / min (V = 1.66 x 10'^ m/s) should give a grating 
amplitude of O.Sjim, significantly lower than the amplitude of the master. That is, the 
throughput speed is sufficiently slow to ensure contact between the carrier film 
lacquer and the substrate, thereby ensuring zero offset (O = 0.0 pm) for each of the 
grating areas. 

10 

At or below the throughput speeds required for the zero offset condition, the 
deformation of the film is largely determined by the force applied by the glass. This 
is appUed in the direction perpendicular to the glass surface, hence the fihn deforms 
according to its Young's modulus. In this example, the strain on the lacquer material, 
15 given by P/G.E, was approximately 6% (given the mark to space ratio of G = 0.4). 
However, it is clear that the lacquer was unable to support the appUed force, causing 
the grating to be distort in the l.Opm and 0.8pm pitch regions. 

The degree of distortion observed in the structures of figure 23 may be suitable for 
some applications. However, for surface alignment of liquid crystal devices, and in 
particular achievement of zenithal bistability, uniformity is essential. Hence, in such 
cases it is important to reproduce the desired shape faithfully without significant 
distortion. The structures of figure 23 show that it is difficult to produce the 1.2\mi 
amplitude gratings of figure 22 at such high pressxires. Solutions to this include:- 

(a) Choice of a lower amplitude stmcture. For a bistable Uquid crystal device, the 
amplitude of the grating is a key factor for determining the relative energies of the 
different states. Hence, a particular liquid crystal may require a particular amplitude. 
If the structure is used as a spacer for the glass plates, then the required amplitude 
may be quite high, for example, being set by the optimum cell gap for the optical 
properties of the device. Most liquid crystal devices, require a cell gap of between 
2pm and 6^m spacing. 
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(b) Increase the mark to space ratio; For a bistable liqioid crystal device such a the 
zenithal bistable device, the shape plays an important role in the relative energies of 
the stable states. Moreover, the shape effects the optical properties of the ahgned 

5 Uquid crystal inaterial. In the so-called defect state, for instance, the pre-tilt of the 
Uquid crystal is dependent on the mark to space ratio: a particular shape will 
therefore be required to ensure good optical characteristics. 

(c) Increase the Young's modulus of the carrier structure. The carrier structure and 
10 fixable material are carefully matched to give good release properties. For example, 

the photo-polymer is chosen to give a slight shrinkage during UV curing, to help it 
de-laminate from the carrier, Ihe photo-polymer used in the present study shrunk by 
about 15% on curing. Hence, the dimensioiis of the jBnal embossed gratings differ 
from the master by tiiis extent and this needs to be accounted for in the original 
15 master design. Release is also helped by ensuring that the carrier material has a 
relatively low surface energy. The inventors have investigated a number of carrier 
layers, and successful release obtained for lacquers with Young's modulus of 
SOOMpa. 

(d) Increase the roller radius. 

20 

(e) Increase the throughput speed of the substrate and carrier film relative to the 
roller. 

(f) Decrease the viscosity of the photopolymer. The inventors have found good 
25 release and fidelity of the grating shape produced by embossing for photopolymers 

with viscosities firom lOcP to lOOOcP. 

(g) Reduce the applied pressure. This requires a lower throughput to be used to 
achieve the zero offset condition. 
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Options e), f) and g) are each inter-related through equation (1). Operating close to 
the condition for zero offset is difficult for complex structures such as those shown in 

5 figure 22, since the 1.0pm regions requires a different speed for zero offset to the 
0.6!Jm regions. Conditions of pressure, viscosity and pressure are required that give 
the desired offset for each of the regions without too great a change in the fidelity of 
the original shape for each of the regions. In this example, it required a pressure, 
speed and viscosity to be chosen that gives zero offset for the 0.6m pitch region, 

10 whilst ensuring the pressure was sufficiently low to prevent catastrophic damage to 
either the O.Spm or 1.0pm regions. 

Figure 24 shows the SEM cross sections for each area of different pitch when 
produced using an embossing pressure of 0,45 bar (approximately 100 Pa) and 
15 througjiput speeds ranging from 1 cm /mm to 10 cm / min. 

The grating produced for a speed of 1 cm/min with pitches of 0.6pm, 0.8pm and 
1.0pm are shown in figure 24a, figure 24b and figure 24c respectively. The grating 
produced for a speed of c cm/xnin with pitches of 0.6pm, 0.8pm and 1.0pm are 
20 shown in figure 24d, figure 24e and figure 24f respectively. The grating projduced for 
a speed of 5 cm/min with pitches of 0.6pm, 0.8p.m and 1.0p,m are shown in figure 
24g, figure 24h and figure 24i respectively. The grating produced for a speed of 10 
cm/min with pitches of 0.6p,m, 0.8pm and 1.0pm are shown in figure 24j, figure 24k 
and figure 241 respectively. 

25 

The shapes are analysed iu detail in figure 25. These results show that there is no 
speed where the 0.6pm pitch region gives a zero offset but that good fidelity of the 
all of the stractures is possible across the range of speeds. An increase of the pressure 
to about 300 Pa is required to achieve zero offset, but the pressure is still sufficientiy 
30 low to prevent significant damage to the gratiag shapes obtained. 
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FOURTH EXAMPLE 

Similar masters to those of figure 22, but with an^litudes of 1.0|Jin and l.l|xm were 
also used to emboss gratings at the low pressure of 0.45 bar . (approximately 100 Pa). 
5 Speeds of 3 cm /min and 5 crn / nain were chosen. 

The master gratings are shown in figure 26 as follows: 0.9|4m amplitude and 0.6|Jm 
pitch (Fig 26a); 0.9|am amplitude and O.Sjxm pitch (Fig 26b); O.Qpm amphtude and 
1.0 pm pitch (Fig 26c); 1.0|Jm amplitude and 0,6pm pitch (Fig 26d) ; 1.0pm 
10 amplitude and O.Spm.pitch (Fig 26e); 1.0pm amplitude and 1.0 pm pitch (Fig 26f); 

The resulting embossed gratings produced using the master shown in figure 26 are 
shown in figure 27. 

15 The grating produced from the l.Ojjm naaster for a speed of 3 cnj/roin with pitches of 
0.6jJin, 0.8pm and l.Ojim are shown in figure 27a, figure 27b and figure 27c 
respectively. The grating produced for a speed of 5 cm/min with pitches of 0.6jLim, 
0.8Mm and 1.6\im are shown in figure 27d, figure 27e and figure 27f respectively. 

20 The grating produced fi:om the lA\xm noLaster for a speed of 3 cna/min with pitches of 
O.e^im, O.Sfun and l.Oiimi are shown in figure 27g, figure 27h and figure 27i 
respectively. The grating produced for a speed of 5 cm/min with pitches of 0,6]Lim, 
0.8\xm and 1.0pm are shown in figure 27j, figure 27k and figure 271 respectively. 

25 The shapes of the embossed gratings of figure 27, together v^th the appropriate 
1.2t.tm results from the previous example, are given in figures 28 to. 30. Figures 28a, 
28b, 29a, 29b and 30a show various properties when using a speed of Scm/min, 
whilst figures 28c, 28d, 29c, 29d and 30b show these properties when usmg a speed 
of 5 cm/min 

30 

These results clearly show good fidelity with an offset of less than (0.1 ± 0.02)pm is 
possible using the l.OjJim master both at speeds of Scm/min and Scm/nodn. This range 
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is representative of any variations in vmiformity (from those associated with the 
master, the substrate and the embossing conditions) that is anticipated in a production 
environment. Hence, the inventors have defined a regune that satisfies both the 
complex shape requirements of the surface relief stracture, and the requirements for a 
5 low cost fabrication method with an appropriate manufacturing yield. 

No deformation of any region, including both the 1.0 and O.Sjxm regions occurs at 
this pressure (and for the Yotmg's modulxis of the carrier film lacquer used), and 'the 
shape of all three regions is equivalent to within experimental errors, except for the 
10 differences in pitch. Thus, the required shape has been replicated accurately. 

FEFTHEXAMPLE 



15 The pressure applied to the rollers was increased to 3 bar (applying a force of W = 
ISOON/m) using the same 1.2|xm masters and SEM results for the resulting gratings 
are shown in figures 31 for embossing throughput speeds of 30cm/min (figure 31a) 
and lOcm/min (fig 31b). Clearly, speed 30 cm/mm was suitable for giving good 
fidelity of surface relief profile, but the slower speed was too far below the dry 

20 contact limit. The resulting grating shape was severely damaged, due to the excessive 
strain applied to the grating, and the resulting liquid crystal alignment was found to 
be poor. 

Optical characterisation of the grating was done by measuring the interference 
25 fiinges from a sodium lamp, measuring the zero-order diffraction spectmm from the 
grating (or ZOD colour) and studying the grating texture under a high magnification. 
The results for differing speeds is shown in the table below. Speed 15 cm/min was 
observed to be in the optimum range (between the upper limit for minimum offset 
and the lower speed limit for damaging the grating structure). 
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Table 3 ; Characterisation of Offiset for 3 bar Pressure. 



Roller Speed 
(cro/min) 


Observations 


30 


Mottled first/second fringe 


20 


Mainly zero offset but with onset of mottling 


15 


Perfect zero offset 


10 


Zero offset with subtle signs of crushing in transmission 


5 


Fern texture of grating; obviously crushed in centre 



5 

Referring to figure 32, it is illustrated how the thickness profile may vary across the 
sample with an offset that is close to zero. A substrate 320 is provided that carries 
and electrode 322. The inverse profile of the carrier film 324 embosses the fixable 
layer 326 with the required surface profile 328. The offset O is also shown. It can be 
10 seen that the present invention enables areas to have a controllable thickness that is 
substantially higher than the offset. 

Referring to figure 33, the layer thickness as a function of applied load is shown for a 
number of fixable materials of different Youngs modulus. Figure 34 shows the 

15 viscosity multiphed by throughput speed that is required to achieve zero offset as a 
function of applied load for a number of fixable material of different Youngs 
modulus. The data shown in figures 33 and 34 is derived from equation 1 above. A 
theoretical estimate for the upper limit of throughput speed for achieving the 
minimum offset condition is also shown in figure 35. It has thus been shown how the 

20 speed and viscosity required to attain the required ojBFset condition can be calculated. 

SIXTBEXAMPUB 

Figure 36 shows SEM images of an embossed grating from a second lacquer at an 
.25 embossing pressure of 0.45 Bar and a speed of 2 cm /win to provide an offset that is 
zero and uniform. Figiare 37 provides SEM images of an embossed grating firom a 
second lacquer at an embossing pressure of 5.5 Bar and a speed of 2 cm /min; this 
provides an offset that is zero and uniform and a grating shape that is identical to the 
lower embossing pressure case of figure 36. The Young's modulus of this second 
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lacquer was measured as SOMfa. The use of this increased Young's modulus proved 
advantageous since it gave a wider range of pressures and/or viscosity -speed 
product that could be used to faithfully reproduce the desired gtating shape and 
achieve the required offset condition. This is because the ratio of the hydrodynamic 
5 pressure to the elastic restoring forces was reduced, thereby allowing fast throughput 
speeds to be achieved,: and the increased rigidity of the structure enabled higher 
loading pressures to be used without distortion or damage to the required surface 
profile. 

10 It has been found that there is an upper limit to the Young's modulus that is desirable 
for the carrier film surface. Contaminants on the surface distort the film to an extent 
that is related to the relative Young's moduli of film and contaminant This leads to 
an increase in offset that extends for a radius well beyond that of the contaminant. In 
a liquid crystal device, this can lead to area that remain unswitched and is highly 

15 undesirable. Usually, the fabrication is done in a clean environment (either using a 
clean-room or a dedicated chamber for the embossing machine), but it is still 
advantageous that the process is designed to be insensitive to contaminants that 
might stiU occur. For example, contaminants of 5fxm or below should not cause 
offset change that extends across a significant proportion of a pixel. For example, the 

20 radius of disruption must be limited to lOOjim, and preferably 50pm and below. 
Typically, this requires that the Young's modulus of the earner film should be less 
than 3GPa, and preferably less than IGPa. 

Figure 38 shows the transmission spectra of the two embossed gratings shown in 
25 figures 36 and 37. It can be noted that there is little difference between the two 
spectra indicating a similar grating amplitude, pitch and offset. 

The 0.45 and 5.5 bar gratings of shown on figures 36 and 37 show that the minimum 
offset condition was met with no distortion of the grating shape at speed 2cni/min. 
30 This shows the advantage of using a higher Young's modulus lacquer. The upper 
limit of lacquer E is set by the requirement for uniforroity with contamination. The 
inventors found that E = 851cN was stiU sufficiently low to prevent 4^un 
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contaminants from leading to significant visible disraption of the minimum offset 
condition. 

Rgure 39 illustrates embossing apparatus that uses a feedback loop to control the 
5 embossing process of the present invention. The embossing apparatus 600 comprises . 
a pair of lamination roUers 602 and a pair of delaminadon rollers 604. The 
lamination rollers carry an elastomeric layer on their outer surface, and control of the 
force applied thereby is controlled using a pneumatic system 606. 

10 In use, the carrier film 608 is stripped of a protective layer of film 609 by a third pair 
of rollers 610. The carrier film is then laminated with a substrate 612 at the 
lamination rollers 602; in this example lamination is performed in the constant 
pressure regime, indicated by the distortion of the enabossing rollers. The correct 
amount of uncured photopolymer 614 is printed onto the substrate 612 before 

15 lamination. This enables the photopolymer material to be deposited only in the 
regions where it is required. Selective printing is preferred, althougji by no means 
essential, as it removes the need for selective removal of the photopolymer after 
curing and delamination. The selective printing allows, for example, areas of the 
grating around the edge of the display to remain photopolymer free to enable 

20 electrical contact to be made thereto. The printed photopolymer material is deposited 
to a depth of approximately (G-l)A, where A is the grating amplitude and G is the; 
mark to space ratio. This ensures that lateral spreading of the photopolymer is 
minimised. 

25 Once laminated, UV is applied through the carrier layer. In such an arrangement, the 
carrier layer should be stable and transparent to the UV. Illumination from above, 
rather than from below, allows gratings to be produced on reflective substrates. 

Optical transmission means 616 are provided to measure the optical transmission 
30 characteristics after delamination. The output of the optical transmission means 616 
is fed back to the microprocessor unit 618 that alters the load applied by the 
pneumatic system 606 and/or the throughput speed of the apparatus. 
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A first anti-static air jet 620 may be applied after removal of the protective layer of 
film from the carrier layer to ensure dust free embossing. A second anti-static air jet 
622 may also be provided to clean the carrier filin after de-lamination if the carrier 
film is to be used more than once. 

An inspection system 624 may also be incorporated on the lamination side to allow 
quality control of the carrier film immediately before lamination (after removal of 
the protective filrrt and after cleaning). This may include a digital camera and the 
microprocessor 618 could then include software for image analysis. 
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1. A method of embossing a layer of fixable material with a surface profile 
comprising the steps of; 

a) talcing a carrier film having an inverse of the required surface profile formed on 
one side thereof, 

b) taking a layer of fixable material located on a substrate that comprises an 
electrode, 

c) laminating the carrier film and substrate such the carrier film causes the required 
surface profile to be formed in the layer of fixable matodal, and 

d) fixing the fixable material, 

wherein the method is performed such that the offset of thq surface profile divided by 
the relative permittivity of the fixable material is less than lOOOnm. 

2. A method according to any precedinjg claim and further comprising the step, 
after the step of fixing the fixable material is performed, of removing the carrier film 
from the layer of fibcable material. 

3. A method according to any preceding claiin wherein the fixable material 
weaMy adheres to the side of the carrier film carrying the inverse of the required 
surface profile to facilitate removal of flie carrier film from the fibced layer of fixable 
material. 

4. A method according to any preceding claim wherein at least one additional 
layer is interposed between the layer of fixable material and the carrier film prior to 
lamination. =r 

5. A method according to any preceding claim wherein the substrate is formed 
fi:om a brittle material. 



3NSDOCID: <WO 030951 76A2J_> 



wo 03/095175 PCT/GB03y02015 

51 

6. A method according to aay preceding claim wherein the fixable material is a 
resin that is curable using ultra-violet radiation. 

7. A method according to any preceding claim wherein the viscosity of the 
fixable material is less than 20Ps. 

8. A method according to claim 7 wherein the viscosity of the fixable material is 
less than 500 cPs. 

9. A method according to any preceding claim wherein the viscosity of the 
fixable material is greater than 0.1 cps, 

10. A method according to claim 9 wherein the viscosity of the fixable material is 
greater than 5 cps. 

11. A method according to claim 10 wherein the viscosity of the fixable material 
is greater than 50 cps. 

12. A method according to any preceding claim wherein the pressure applied 
during lamination is between 0.002 N/mm^ and 100 N/mm^. 

13. A method according to any preceding claim wherein the offset of the surface 
profile divided by the relative pemrittivity of the fixable material is less than lOOnm. 

14. A method according to claim 13 wherein the ojffset of the surface profile 
divided by the relative permittivity of the fixable material is less than 50nm. 

15. A method according to claim 14 wherein the offset of the surface profile 
divided by the relative permittivity of the fixable material is less than lOnm. 

16. A method according to any preceding claim wherein, during the lamination 
step, the carrier ftlm is brought into contact with the substrate carrying the layer of 
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fix'able material and passed through a means of applying the pressure required for 
lamination. 

17. A method according to claim 16 wherein a sensing means is provided to 
monitor the surface profile formed in tihe layer of fixable material after it has passed 
through the means of appl3dng the pressure required for lamination. 

18. A method according to claim 17 wherein the pressure applied during 
lamination is adjusted in response to the output of the sensing means to ensure the 
required surface profile is formed in the layer of fixable material. 

19. A method according to any one of claim 16 to 18 wherein the means of 
applying the pressure required for lamination comprises at least one lamination 
roUer. 

20. A method according to any of claim 19 wherein the means of applying the 
pressure required for lamination comprises a first lamination roller in contact with 
the carrier film and a second lamination roller in contact with the side of the substrate 
not carrying the layer of fijcable material, the fiist and second lamination rollers 
being biased toward one another. 

21. A method according to any of claims 19-20 wherein at least one lamination 
roller is def ormable. 

22. A method according to any of claims 19-21 wherein at least one lamination 
roller comprises rabber. 

23. A method according to claims 19-22 wherein at least one lamination roller 
has a Shore hardness in the range of 50 to 90. 

24. A method according to any one of claims 19-23 wherein the radius of the 
lamination roller is greater than 1cm. 
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25/ A method according to any one of claims 19-24 wherein the radius of the 
lamination roller is less than Im. 

26. A method according to claim 19-25 wherein the carder film is removed from 
the fixed fixable layer using at least one separation roUer and the fixing step is 
performed by applying the appropriate treatment in a region between the at least 
lamination roller and the at least one separation roUer. 

27. A method according to any one of claims 16-26 wherein the substrate 
carrying the layer of fixable material is passed through the means of applying the 
pressure required for lamination at a hnear speed greater than 0-lmm per second, 

28. A method according to any one of claims 16-27 wherein the substrate 
carrying the layer of fixable material is passed through the means of applying the 
pressure required for lamination at a linear speed less than 100cm per second 

29. A method according to claims 1-15 wherein the lamination step is performed 
by biasing the carrier fihn toward the substrate using gas pressure. 

30. A method according to any preceding claim and comprising the additional 
step of forming the carrier film using a patterned roller. 

31. A method according to any preceding claim wherein the carrier fihn 
comprises any one of PET, PC, and PMMA. 

32. A method according to any preceding claim wherein the surface profile 
foimed in the fixable material is suitable to provide bistable ahgnment of hquid 
crystal material in a Hquid crystal device. 

33. A method according to any preceding claim wherein the surface profile 
formed in die fixable material is suitable to provide zenithal bistable ahgnment of 
hquid crystal material in a hquid crystal device 
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34; A method according to any preceding claim wherein the amplitude of the 
embossed surface profQe is less tiaan SO^tm. 

35. A method according to aay preceding claim wherein the amplitude of the 
embossed surf ace profile is greaterthan 0.1pm. 

36. A method according to any preceding claim wherein die width of the features 
of the embossed surface profile is less than lOOpm. 

2n\ A method according to any preceding claim wherein the width of the features 
of the embossed surface profile is greater than 0.1|xm. 

38. Apparatus for implementing the method as claimed in any of claims 1-37. 

39. A method of forming a layer having a surface profile that provides surface 
alignment to liquid crystal material comprising the steps of; a) taking a carrier film 
having an inverse of the required surface profile formed on one side thereof, b) 
taking a layer of fixable material located on a substrate, c) laminating the carrier film 
and substrate such the carrier film causes the required surface profile to be formed in 
the layer of fixable material with a predetermined offset, and d) fixing the fixable 
material. 

40 An apparatus for forming a layer having a surface profile that provides 
surface alignment to liquid crystal material, comprising lamination means configured 
to receive a carrier film having an inverse of the required surface profile formed on 
one side thereof and to engage said carrier film with a layer of fixable material 
located on a substrate with sufficient pressure such that an impression of the required 
surface profile is formed in the layer of fixable material with a predetermined offset. 

41. An apparatus as claimed in claim 40 wherein the lamination means comprises 
a pair of deformable rollers to engage the carrier film with the layer of fixable 
material located on the substrate. 
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42. An apparatus as claimed in claim 41 wherein at least one of the defonnable 
rollers compiises mbber. 

43. An apparatus as claimed in any of claims 40-42 wherein at least one of the 
defonnable rollers has a shore hardness within the range of 50 to 90. 

44. An apparatus as claimed in any of claims 40-43 and additionally comprising 
means for fibdng the fixable material. 

45. A liquid crystal aligmnent layer comprising a srnface profile formed in a 
layer of fixable material and having a predetermined offset 

46. An electronic device comprising an embossed stmcture fabricated using the 
method as claimed in any one of claims 1 to 37. 

47. An electro-optic device comprising an embossed stmcture fabricated using 
the method as claimed in any one of claims 1 to 37. 

48. An organic semiconductor device comprising an embossed structure 
fabricated using the mefliod as claimed in any one of claims 1 to 37. 

49. An organic light emitting diode comprising an embossed structure fabricated 
using the method as claimed in any one of claims 1 to 37. 

50. A method of producing a semiconductor device comprising the step of 
embossing a stmcture to constrain a subsequently deposited semiconductor material. 

51. A method according to claim 50 wherein an OLED or transistor is produced. 
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Fig.12. 




Fig.13. 
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Fig. 14a. 




Fig. 14b. 
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Fig. 16. 
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Fig. 17. 




Fig. 18. 
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Fig. 19a, 




Underiayer thickness/nm 



Fig. 19b. 
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Fig.21a. 
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Fig.24b. Fig.24e. 
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Fig.24g. Fig.24j. 




Fig.24h. Fig.24k. 
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Fig.25d. 
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Fig.26b. Fig.26e. 




Fig.26c. Fig.26f. 
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Fig. 27a. 



Fig.27d, 






Fig.27c. Fig.27f. 




SUBSTITUTE SHEET (RULE 26) 



BNSDOCID: <WO. 



.03095175A2_L> 



wo 03/095175 



PCT/GB03/02015 



24/33 



Fig.27g. Fig.27j. 




Fig.27h Fig.27k. 
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